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(54) Title: SLURRY FOR CHEMICAL-MECHANICAL POLISHING METAL SURFACES • . * 

(57) Abstract 

The present invention provides a slurry for chemical-mechanical polishing metal surfaces which significantly increases the removal 
rate and is capable of polishing metals which are inert to most common oxidizing agents. TTie slurry is particularly useful for polishing 
metal layers on semiconductor wafer substrates. The slurry includes water, abrasive particles, and an oxidizing solution. In one preferred 
embodiment, the oxidizing solution comprises one or more water soluble peroxides, one or more amino acids, and one or more metals 
and/or compounds containing metals selected from the group consisting of chromium, cobalt, copper, iron, lead, nickel, palladium, rhodium, 
samarium, and scandium, witii copper being preferred. In another preferred embodiment, the oxidizing soludon comprises one or more 
water soluble peroxides, one or more organic amines, and optionally one or more metals and/or compounds containing metals. 
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Title: SLURRY FOR CHEMICAL-MECHANICAL , 
POLISHING METAL SURFACES 

Background Of The Invention 

Field of the Invention 

The present invention concerns chemical compositions for use in polishing. The 
present invention relates to a polishing slurry for the chemical-mechanical polishmg of inetal 
surfaces. 

Description of the Related Art 

Chemical-mechanical polishing ("CMP") is a technology which has its roots in the pre- 
industrial era. In recent years, CMP' has become the technology of choice among 
semiconductor chip fabricators to polish orplanarize the surface of semiconductor chips after 
each metal containing circuit pattern layer is laid down. CMP technology is well-known, and 
is typically accomplished by applying pressure with a polishing pad saturated with a metal 
polishing slurry to the surface to be polished. 

Examples of prior art patents that concern CMP include U.S. Patent No, 4,959, 1 1 3 
issued to Roberts that discloses a slurry for CMP metal surfaces which generally comprises: 
(i) water; (ii) abrasive particles; and (iii) a salt. U.S. Patent No. 5,354,490 issued to Yu et 
al. discloses a slurry for the CMP of predominantly copper metal surfaces which generally 
comprises: (i) water; (ii) abrasive particles; and (iii) a component selected from the group 
consisting of HNO3, H2SO4, and AgNO.,. U.S. Patent No, 5,527,423 issued to Neville et al. 
discloses a slurry for CMP metal surfaces which generally comprises: (i) water: and (ii) high 
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oxide panicle. AddiUona,,, us. p.. «7«S. is^ed ,„ Hi„^ „ 
ai. disc,„«. a .un. for CMP copper.ba«d »«al .*ces ^, „ 
vwen (II) an organic acid; and (iii) an oxidizer 
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Which are inert to common pxidizing agents. 

. Summary oif The Invpn«».. 
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^oiu^on. ,„ one enbodta^, .He oxid^ng 
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co™aini„g™e.aisse,eaed«.™.„eg™pcon....gofc,™™i„„,coB.,copper.iro.,ead 
nickel paiiadinn^r^odiun,^^ 

Of n,e..a and/or compound, confining ;„ co.,,„,„ „„„ ^^^^^ 
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and amino acid results in the accelerated generation of hydroxy! radicals and yields a much 
more effective polishing pomposition. 

In another preferred embodiment, the oxidizing solution (iii) comprises: (a') water 
soluble peroxide; and (b') organic amine. Thfc use of organic amine in combination with 
water soluble peroxide also results in the accelerated generation of hydroxyl radicals. To 
further increase the generation of hydroxyl radicals, such oxidizing solution can further 
optionally comprise one or more metals and/or compounds containing metals selected from 
the group consisting of chromium, cobalt, copper, iron, lead, nickel, palladium, rhodium, 
samarium, and scandium, with copper being preferred. 

These and other aspects and advantages of the present invention will be readily 
understood and^ppreciated by those skilled in the art from the following detailed description 
of the invention, with the best mode contemplated for practicing the invention in view of the 
accompanying drawings. 

Brief Description Of The Drawings 
In the annexed drawings: 

FIG. 1 is a graph illustrating that in a slurry of the present invention the rapid 
formation of hydroxyl radicals occurs when hydrogen peroxide, glycine and copper nitrate are 
present at the same time; 

FIG. 2 is a graph illustrating that in a slurry of the present invention the rate of 
hydroxyl radical formation varies when other amino acids are substituted for glycine: 
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FIG. Sisagraphillustratinethatina^lnrrw^ftk ' 

g in a slurry of the present invention the rate of 

hydroxyl radical formation varies when elemental . 

When elemental copper or copper oxide are substituted for 

copper nitrate; and 

hydrogen peroxi,. ^ 

teilBsatouon Of Th. Prrfrrrr- rn.>..iir ^ 

pro.aes«^.„„va..,«„,enp„„^,„«a,.^, 

Of™™ ac. ana (c, one o, ™„„ ^ 

the oxidizing solution (iii) comprises: (a') water solnhi. 

; water soluble peroxide; and (b') organic amine. 

The combination of components (a') and (b') also aener»t. > 

w na ^0 ; also generate a large amount of hydroxyl 

radicals. Applicants have found that the oresenr^^fo , 

presence of a stronger oxidizing agem significantly 

improves the removal rate when polishing metal surfaces. 

The water (i) used in the slu^ is preferably distiUed wate. More preferably, the 
water IS doubly distilled water. 
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The abrasive particles (ii) used in the slurry may comprise any one or a mixture of a 
variety of abrasive particles that are conventionally utilized in CMP slurries. Examples of 
suitable abrasive particles include alumina, silica, silicon nitride, silicon carbide, ceria, copper 
oxide, iron oxide, nickel oxide, manganese oxide, tin oxide, titania, titanium carbide, tungsten 
oxide, yttria and zirconia, or a combination thereof The abrasive particles preferably have 
a mean size ranging from about 0.02 to about 1 .0 micrometers, with a nriaximum size of less 
than about 10 micrometers. The abrasive particles are preferably present in the slurry in an 
amount of from about 0. 1 to about 60% by weight of the slurry. 

The oxidizing solution (iii) used in the slurry must rapidly generate more hydroxyl 
radicals than would otherwise be generated by hydrogen peroxide alone. The applicants have* 
found that the presence of a relatively large concentration of hydroxyl radicals greatly 
enhances the pohshing rate of metals, including metals such as tantalum which are inert to 
most oxidizing agents. In one preferred embodiment, the oxidizing solution (iii) comprises: 
(a) one or more water soluble peroxides; (b) an amino acid or mixture of amino acids; and (c) 
one or more metals and/or compounds containing metals selected from the group consisting 
of chromium, cobalt, copper, iron, lead, nickel, palladium, rhodium, samarium, and scandium, 
with copper being preferred. In another preferred embodiment, the oxidizing solution (iii) 
comprises: (a') one or more water soluble peroxides; (b') one or more organic amines; and 
optionally (c') one or more metals and/or compounds containing metals selected from the 
group consisting of chromium, cobah, copper, iron, lead, nickel, palladium, rhodium, 
samarium, and scandium, with copper being preferred. 
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^''^ peroxide (iiiXa) and riiiVa'-k 

ViUW and (u,)(a ) may comprise any water soluble 

about 0.1% to about 30%. . ~ 

aad.aminophenyicarboxylicacidsandthesodium,p'otassium anH - ' 

um, potassium, and ammonium salts thereof 

or a combination of the foregoina ExamnUc f 

go.n... Examples of specific amino acids suitable for use in the 

presem invention inciuae arginine cv«,.Jn. . ■ 

. . g.n.ne, cysteme, glutamme, glutamic acid, glycine, histidine 

phenylalanine,andserine.Theami„oaddisprefe..bIypreseminthe. 

_ r . .i ^P^^^^^'ntpesluny man amount of 

fromaboutO.l to about 10% by weight. *' 

or~...ec...„„,e,™„pe„,,„,„,,„^„^^^^,^^^^^ ^^^^^^^^^^^^^ 
— .... 
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copper salicylate, copper selenate, copper sulfate, and copper tartrate, or a combination pf 
the foregoing. Similar forms of chromium, cobalt, iron, lead, nickel, palladium, rhodium, 
samarium, and scandium would also be suitable for use in the invention. The metals and/or 
compounds containing metals are preferably present in the slurry in an amount of from about 
0. 1% to about 10% by weight. 

The organic amine (iii)(b') used in the slurry may comprise primary amine (RNHj), 
secondary amine (R2NH), tertiary amine (R3N), mixtures thereof, and/or an amine containing 
all or some of these three types of amine moieties, where R is an aliphatic hydrocarbon or an 
aromatic hydrocarbon. In the currently preferred embodiment, the organic amine is 
bis(hexamethylene)triamine (H2N(CH2)6>te(CH2)6NH2). The organic amine is preferably 
present in the slurry in an amount of from about 0. 1% to about 10% by weight. 

The slurry according to the present invention effectively polishes metals throughout 
a wide pH range. For semiconductor polishing applications, it is generally preferred to polish 
the metal layers deposited on the substrate rapidly without etching or polishing the substrate 
material at all. It has been found that polishing with a slurry having a pH greater than about 
7 will sometimes cause the substrate material to become polished or etched. However, when 
the pH of the slurry is adjusted such that it is more acidic, the substrate material wU not 
become polished or etched. Accordingly, for such applications the slurry is optionally 
adjusted to a pH of from about 2 to about 5 by adding common acids such as hydrochloric 
acid, nitric acid, sulfuric acid, acetic acid, phosphoric acid or other conventional acids. 
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soi™„„c„„,pHseso«„r„„„«,^^„y 

c uxraes. one or more organic amines, and 
op«ona„.o„eormoreme.sa„.„r«,mpo^^„^^^^^,^^^^^^^^ 

""""'*°""^'°"---'--Hpa,,a.^r..„„,.ama.nn.a^ 
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The metal surface is then polished with the composition using a felt or other polishing pad. 
Typical pads include Rodel Suba 500 pads; IC 1000 pads or similar commercially available 
pads. Although polishing is usually conducted at room temperature, it will be appreciated 
that an increase in the temperature generally results in an increase in the concentration of 
hydroxyl radicals formed. 

In addition to providing a slurry, the polishing composition of the present invention 
may be generated in situ. More particularly, for example, the metals and/or compounds 
containing metals (iii)(c) and the amino acids (iii)(b) could be added on the metal surface to 
be polished to a solution of water (i), abrasive particles (ii), and water soluble peroxide 
(iii)(a): Alternatively, for example, a solution of the mftals*and/or compounds containing 
metals (iii)(c)„. amino acids (m)(h\ and water soluble peroxide (iii)(a) could be added on the 
polishing surface to a solution of water (i) and abrasive particles (ii). It will be appreciated 
that since the order of addition is not per se critical, any number of a multitude of possible 
combinations for forming the slurry in situ could be employed. However, because peroxides 
decompose rapidly once being mixed with the other components, it is preferable to keep 
peroxides from the other components in the slurry formulation until immediately prior to use. 

In another aspect of the present invention the polishing slurry of the present invention 
may be formed by incorporating a portion of the components of the slurry in a polishing pad. 
For example, the amino acids (iii)(b), abrasive particles (ii) and the metals and/or compounds 
containing metals (iii)(c) could be incorporated directly in the polishing pad, and a solution 
of water (i) and water soluble peroxide (iii)(a) could then be added at the polishing surface 
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tofonnthepolishingsiunyinsitu.. It will be appreciated that th 

appreciated that the components of the polishine 

„.H . . ™° ""^nss of bow to pTOtoce. 

titanium nitride, titanium tungsten anH »ii • 

'""gsten, and alloys or mixtures thereof. 

■I'MM.aod the order of addition i, no, criaca] Th. 
P-^co..i„ed^„.,,^„,„^ —.eeontponents^e 
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Preface to Examples 

As noted by Liu, X., DiLabi, G.A., Martin, F., and Li, Y in "Catalytic Formation of 
Hydroxyl Radical from Hydrogen. Peroxide in the Presence of an Amine", submitted to 
J.A.O.S. in 1998, the formation of hydroxyl radicals can be quantitatively analyzed using a 
hydroxyl radical trap such as N,N-dimethyl-4-nitrosoaniline(PND A). As the hydroxyl radical 
is formed, it adds to the PND A via the reaction described beloW: 

H3C >=/ • V . 

PNDA has a unique and strong absorption in the visible region at 440 nm whereas the 
product of the reaction between PNDA and a hydroxyl radical has a weak absorption at 
440nm. Thus, the amount of hydroxyl radical formed is detected by the disappearance of 
PNDA over time as indicated by subsequent decreasing absorptions at 440nm. 

The concentration of hydroxyl radical can be calculated by the rate equation: 
-d[PNDA]/dt=k'[PNDA][-OH] 

When assuming [-OH] is in steady state, the above-equation becomes: 

-d[PNDA]/dt=k[PNDA] 
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concentration of PNDA. 

overall absorption at 440nm ^hnnM u 

Onm should then be expressed as. a combined contribution from 

PNDA and PNDA-OH product: 

• A=e,lc,+e2lc2 

ConsideHns ,he fac, Aa.. a, any given .tae. C^,,^, 
[PNDA]/rPW5AL=[(e,/ej.,j.. , 

w.ereA...a.s„^o.„ru,e^,ea.an,,ven««„,^,.= i„,i.aM..io„„r 
the sample. 

Examp le ] 

Tl»Purpo.of.fce.H«of„peH™.«c.nducedasExa™p,e ns,od»o„«^ 

fonn..io„of.,d™,,,.dica,.Aoco*,,„n,.^p.^«..„,,,.„,^^^^^^ 
of,.(VA,»U,beu«dro„Kec.cn,a.lo„„,as.ead,:.a„_,„„,,,,^^ 



wo 99/53532 



PCTAJS99/07482 



-13- 

The various combinations of components discussed below were tested for their effectiveness 
in promoting the formation of hydroxyl radical over a thirty minute period. The hydroxy! 
radical concentration was then calculated for each combination. All percents are by weight 
unless otherwise stated. ' 
5 In a small vial, 9.0 +/- 0. 1 ml doubly distilled HjO was added to 0.6 -^/- 0.02 ml 30% 

H^O,. The solution's pH was regulated to 8.45 +/- 0,05 using small drops of IN NaOH and 
IN H2SO4. In a separate container, 6.08 +/- Q.Ol ml of 5mM PNDA was added to the 
solution followed immediately by addition of 0.36 +/- 0.02ml of a 5mM metal ion solution of 

the metals shown in Table 1 below and 0. 1% glycine. Each reaction solution's intensity at 

I 

10 440nm was measured for 30 minutes in 5. minute intervals at 25 ''C. Table 1 below sets forth 

the steady-jstate hydroxyl radical concentration' for each trial as (ietermined using the kinetics 
equation discussed above. 



I 
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Ion 

Cu 

Ag 

Al 

Co 

Cr 

Fe 

Mg 

Mn 

Ni 

Pb 

Ru 

Zn 

Pd 

Sn 

Stn 

Cd 

Fe^- 
Pt 

Sc 
Rh 
Rh-- 
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Source 

copper acetate 
sUver nitrate 
aluminum nitrate 
cobalt nitrate 
chromium chloride 
ferric chloride 
magnesium sulfate 
manganous chloride 
nickeious nitrate 
lead acetate 

ruthenium(III) chloride hydrate . 
zinc chloride anhydrous 
palladium(II) nitrate hydrate 
stannous chloride 
samarium dichloride 
cadmium chloride; 
iron(II) sulfate , 
potassium chloroplatinate 
cupric chloride 
scandium acetate 
rhodium chloride 

rhodium(U) trifluoroacetate dimer 



Slope nflnfA^^/^) 
0.03590 
0.00062 
0.00071 
0.00339 
0.00619 
0.00201 
0.00077 
0.00036 
6.00124 
0.00630 
0.00053 
0.00071 
0.00352. 
0.00028 
0.00135 
0.00081 
0.00554 

d.ooioi 

0.03220 
0.00139 
0.00339 
0.00310 



fOHirM) 
2.87x10-" 
5.02x10-" 
5.68xlO-''» 
2.71x10-" 
4.95x10-" 
1.61x10-" 
6. 16x1 0-''' 
2.88x10-" 
9.92x10-" 
5.04x10-" 
4.24x10-" 
5.68x10-" 
2.90x10-" 
2.24x10-" 
1.08x10" , 
6.48x10-" 
4.43x10-" 
8.08x10-" 
2 58x10-"* 
1.11x10-" 
2.71x10-" 
2.48x10-" 



hy*oxyl ndical ,ta„ copper, bu, are still „««,! for tf,a, pu^,; 
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Example 2 

The solutions, shown in Table 2 below were prepared according to the procedures set 
forth in Example 1 . Each solution's intensity at 440nm was measured for 30 minutes in 5 
minute intervals at 25 "^C. Table 2 below sets forth the hydroxyl radical concentration for each 
trial as determined using the kinetics equation discussed above. 

Tdble 2 



Components of Trial 


SloDeoflnfAJA) 


r-0H1 fM) 


Cu + 0.1% glycine 


0.03590 


2.87x10'= 


0.1% bis(hexamethylene)triamine 


0.00264 


2.11x10-'' 


Cu + 0. 1% bis(hexamethylene)triamine 


0,00552 


4.42x10-" 


0.5% bis(hexainethylene)triamine 


0.01057 


8.46x10-" 


1 .0% bis(hexamethyfene)trianiine 


0.01436 


1.15x10-'- 


Fe + 1 .0% bis(hexamethylene)triamin6 


0.01456 


1 16x1 0-'- 


Cr + 1 .0% bis(hexamethylene)triamine 


6.01385 

1 


1.11x10-" 



• Example 2 demonstrates that as the concentration of bis(hexamethylene)triamine 
approaches 1.0% by weight, it becomes a comparable hydroxyl radical promoter to a 0. 1% 
glycine/Cu^" system. Example 2 also demonstrates tha!t the addition of metal ions to a 
triamine solution sometimes increases the effectiveness of the triamine as a hydroxyl radical 
promoter. 

Example 3 

This example demonstrates that each of the components of the invention (i.e., for 
example, hydrogen peroxide (HjO^), glycine (NH.CH.COOH), and copper nitrate (Cu(N03)2)) 
have to be present at the same time in order to generate large amounts of hydroxyl radicals 
(OHO ' 
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MO. pani^M,, „„eous «„„Uo„s of fo„„™, _ 

, (i) hyd^gen peroxide on., ^^^^ ^ ^^^^^ ^ ^^^^^ 

w«^0,(3,M™ge„pero*(2%,,„e,h0«,c„ppe,,„„,,„0pp™w^^,,^ 

« hydroga, peroxide (2% lv«ighO,glyci„,(,v. by . 

( ' ""Bny, md copper nilrale (ihree 

concemralions utilized in PPM-partspeririJIion) Then. PNni ... 

"ion;. "ien, PNDA was added to the solutions 

■0 trap hydroxyl radicals as soon as titey are genetaed. 

.Fig..sho„s.h.plotoftheratioofPND.concent,«io„,e™aini„g.soht,o„versus 
.Heorigi„alPNBAconc.tration,A/..)asa«.no,ionoftin,e.Thed..acleaHyshowd,.. 
rapidfonnationofhyd,.xy,radical.indicatedhytherapidreduct.onh,P>..co.ce„^,„^ 
(..e.A/^)in,heplo.,o,.yoccu,swh«,«chof.heco.po„en,s„eprese™a.the, 



5 same time. 
Example 4 . 



™s example sh„«™ .ha, other anuno acds be.des glycine, when ntixed ^ 



radicals. 



^ experiment in Exanple 3 was repeated except that gl^ , 
»..Uo„swasreplacedwi«,.variousotheran^acidsas,„dicatedi„Pi,2. Ina.lc.ses the 

concen„a.o„sofhydrogenperoxid.a™inoacid«.copperni,,^w.ea%hvw.gh. 
^y w«ght and 1^ ppu, respec^ve.. Mo. particuWIy, Pi, 2 i„ust,ates ^ ' 

«ductionra.esofPNDAoo„ce„.ra,ioni„a,ueousso.u.i„.co™aininghydronenpe.oxide 
copper..ra,e.andvariousa.inoa.dsThe,educ.io„,a,„„^,,^^„^„„^^„^ 

rate of formation of hydroxyl radicals. 



1% 
various 



wo 99/53532 



PCT/US99/07482 



Example 5 

This example demonstrates that copper nitrate can be replaced by other copper 
compounds, such as copper oxide (CuO) and elemental copper (Cu), for the purpose of 
forming hydroxyl radicals. 

The same experiment as in Example 3 was again repeated, except that the copper 
nitrate is replaced by copper oxide powder or elemental copper powder. The concentration 
of hydrogen peroxide and glycine were 2% by weight and 1% by weight, respectively. The 
concentration of copper oxide and copper powders varied from 3 mg/10 ml to 10 mg/10 ml. 
The experiment resuhs, as shown in Fig. 3, demonstrate that fast generation of hydroxyl ' 
radicals, as indicated by rapid reduction in PNDA concentration (A/A^), occurs when 
hydrogen peroxide, glycine, and copper oxide or element copper are present at the same time. 

Example 6 

This example shows that removal rate of tantalum (Ta) is significantly increased when 
polishing with the disclosed slurry formulation. 

A tantalum disc is polished using a Struers polisher and Suba 500 pad, at a pressure 
of 6.3 psi, and a rotation speed of 90 rpm. Two CMP slurries were used as follows: 

Slurry A contains: ( 1 ) 3% by weight alumina abrasive particles with a mean 

diameter of 0.35 micrometers and maximum diameter of 2.0 micrometers; and 

(2) 5% by weight hydrogen peroxide. 

Slurry B contains: (1) 3% by weight alumina abrasive panicles vnih a mean 
diameter of 0,35 micrometers and maximum diameter of 2.0 micrometers; (2) 
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5% by «,eigh, hydrogen pero^de; (3) ,./. by g^i„, ^ 
weight copper nitrate. 

The removal raes, determined by weight loss m^hnH , 

y weigni loss method, are summarized as follows: 

^ Removal R.f.fn,»^^^,^,„^-,^ 

^ 32.0 
^ 68.5 

I 

Example i 

polishing wkh the disclosed slurp, fonnu Won. 

Acopp.discispobhedusn,gSm,ersp.«.tadSuba500pada.ap.ess„.of„ 
and » roladon speed ^^^^ ^ 

Mrogen pe.o.de; „. ... .,gh. g,y.„e; ,3, vaHous ooncen^ions of eoppe, 

a«.nai„nofcopperni.«econce„„^on,w«c,e.,ysHo„s,h«.hepo,a„a«ofeopper 
.ssi^andyi.creasedon,*ne„ppe,ni«..,Hyd.ge„,^,.^,^^^^^^^^^^ 

at the same time in the slurry formulation. 

AddWo„a,advan«ges=nd™odffl„Ho„s™a^i,yo«u„o*osesMedn,ttea„ 
Wore, .he inve^ion . broader aspect is no, hnn-,ed ,0 ..e specific d«ei,s ..d 
— ex^plesshown^ddesCMherein. Acoordta,y,vaH„„s.odfflcadons™ayhe 
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made without departing from the spirit or scope of the general inventive concept as defined 
by the appended claims* and their equivalents. 
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What is claimed is: ' 

I- '^'''^f"«hen«c^-n.«l™icd polishing m=,alsu*c«conprisfag»a=r 
abrasive pmioles. ™, an „»dii„g ^^,^„ ^^^^^ ^ 

2. Tie sluny for cl»micd.m«hanical polisldng m«a, suAces as in cl«n, 1 
whe^n said ,.«ive pa„ic,es a,e selected Bo. ,he group consisting of a.^, si«c. 

s.con„i«ide.s«iconcaH„d.c^,coppero»d.i™no.de.,ck.oxid.™a„™ese„xi^ 
.» o»de. Urani. Huniun, carted, .ungsten oxide. y«ia, zirconia. and .Ux«nes 

3. The sluny for chenucal-mechanical polishing m«al sorftces as i„ cl«™ 1 

wh.rei.said.h,asiveparticleshave.„ea„size™gi„gfto.abo«0.02.™,oabou.,.0^ 
With a maximum Size Of less than' about lO^^m. ' 

, 4. l*==J"ny for chenUcal-^echanical polishing „eu,l surfaces is in. chU^ 

wherei„saidabr.sivepar.iCesa,ep:^.i„saidslun,i„,n.™„un.of*on,abou.O.,%.o 

about 60% by weight. 

5., The slurry for chenncal-mechanical polishing meul surfaces as in Chun,, 
whe^n said warer soluble peroxide i^a. .he s«.c.u« R.CM).^ ^ , ^ 

aliphatic hydrocarbon, or an aromaUc hydrocarbon. 

^. The Sluny for Chenucal-mechanical polishing meralsurftces as in dain, I 

«*ereinsaid™ersolub,ep.oxideisprese„,h,saidslu„yh,anan,oun.offi,n,abou.O,% 

to about 30%. 

7. The sluny for chemical-mechanical polishuig metal surftces as in claim 
Wherein said pH of said sluny is »j,hin ,he ™,ge of ftom abou, 2 ,0 about 5 
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8. The slurry for chemical-mechanical polishing metal surfaces as in claim 1 . 
wherein said oxidizing solution further comprises one or more amino acids and one or more 
metals or compounds containing metals selected from the group consisting of chromium, 
cobalt, copper, iron, lead, nickel, palladium, rhodium, samarium, and scandium. 

9. The slurry for chemical-mechanical polishing metal surfaces as in claim 8 
wherein said amino acids are one or more selected from the group consisting of arginine, 
cysteine, glutamine, glutamic acid, glycine, histidine, phenylalanine, serine, and mixtures 
thereof 

10. The slurry for chemical-mechanical polishing metal surfaces as in claim 8 
wherein said amino acids are one or more* selected from the group consisting of amino- 
carboxylic acid, amino alkyl carboxylic add, amino phenyl carboxylic acids, the sodium, 
potassium, and ammonium salts thereof, and mixtures thereof 

11. The slurry for chemical-mechanical polishing metal surfaces as in claim 8 
wherein said amino acids are present in said slurry in an amount of from about 0. 1% to about 
10% by weight. 

12. The slurry for chemical-mechanical polishing metal surfaces as. in claim 8 
wherein said metals and/or compounds containing metals are one or more selected from the 
group consisting of metal-acetate, metal-bromide, metal-butyrate, metal-chlorate, metal- 
chloride, metal-citrate, metal-fluoride, metal-formate, metal-gluconate, metal-glycinate, metal- 
hexafluorosilicate, metal-nitrate, metal-oxide powder, metal-hydroxide powder, elemental 
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mm, pokier, ™«a,.per*ra.e. «ul.ph«,oIsutfona,e. n,a3,.saBc^.e, ™eu,.se,e»,.. 
nKtal-sulftte, nKUI-tartrale, c„,rt,inaions thweof. 

13. The sluny for che™ical-m=charicai poli*„g m«j surii^, >>inc^t 
Wherein s^d ncal. >^or ^ ^ ^ . ^ 

amount of Som about 0. 1 % to about 1 0% ty vreight. 

K Th=^unyforcbe™c.l.™«ha™<^poM„g„„,.l«rt««asinclato8 
»h««n m ab^siv. pattice, conprise alunu^ having a ntean diante^ of about 0.35™ 
and a „»xi™u„, dia„,etar of ,.s than about 2.0™. laid abtasiv, pa„ic« being ptesent in 
said shut, n, the antoun, of about 3% by weigh,, said watet soluble peroxide oontp^ses 

hydn-gen peroxide, said watbr soluble petoxide being present in said .uny in the a^o™ 
up to about 30% by weigh, said oxidizing soluti'c», «„,her,eo„p,jses an a„^o acid a™i a 
m„- contain^g cotnpound. said anino add contpHsiug glychte and b«„g present ™ m ' 
sluny in an amount of up to about l<m by weigh, said ™etal contai^ng compound 

comprising copper nitrate and beinBoresent in ciwci • ' 

a Demg present in said slurry ,n an amount of up to about 10% 

by weight. 

15. The sluny for ohenuc.lHnecha.ncal polishing netal surfaces as in claim , 
wherein said oxidizing solution further comprises organic amilK. 

16. The *ny for chemical-mechanical polishing metal sutfices as in claim 15 
wherein said organic amtne is one or more selected fiom the group consisdng of primaty 

"^e(RNH,).secondaocan,ine(R,NH).te„ia.yami,e(R,ffl,aminescon.ai,a„gan„ 
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of these three types of amine moieties, and mixtures thereoif, where R is an aliphatic, 
hydrocarbon or an aromatic hydrocarbon. 

17. The slurry for chemical-mechanical polishing metal surfaces as in claim 15 
wherein said organic amine is present in said slurry in an amount of from about 0. 1% to about 
10% by weight. 

18. The slurry for chemical-mechanical polishihg metal surfaces as in claim 15 
wherein said oxidizing solution further comprises one or more metals and/or compounds 
containing metals selected from the group consisting of chromium, cobalt, copper, iron, lead, 
nickel, palladium, rhodium, samarium, and scandium. 

19. The slurry for chemical-meChanical polishing metal surfaces as in claim 15 

* 

wherein said abrasive particles comprise alumina having a mean diameter of about CSS^m 
and a maximum diameter of less than about 2.0/zm, said abrasive particles being present in 
said slurry in the amount of about 3% by weight, said water soluble peroxide comprises 
hydrogen peroxide, said water soluble peroxide being present in said slurry in the amount of 
up to about 30% by weight, said oxidizing solution ftirther comprises an organic amine, said 
organic amine comprising bis(hexamethylene)triamine and being present in said slurry in an 
amount of up to about 10% by weight. 

20. A method of polishing a metal surface comprising the steps of: 
L providing a metal surface to be polished; 

II. providing a polishing pad; 
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in. ".eta. surface .0 be p„bh«lwi,h.poli*g*„y, 

said poBshina .h^ co„pH.L,g ^ ^ ^^^^ 

comprising one or more water solubk j . 

aier soluble peroxides, said oxidizing solution further 
comprising dtber: (a) one or more amino acids and one or more me„s and/or 

compou»Uco«.W,^me.^sse,ec,eafrom.l,eg™„pconsisti„gofcbr„nton,c„b.,. 
copper, iro, lead, nidcel, palladiun, rhodi^ ^ ^ ^.^^ ^ 

or more oiganic amines and opUonally one or more metals and/or compounds 
cont^ning metals selected »omd,egro„p casting of chromium, cobal, copper, 

"n, lead, mckel, palladium, riiodium, samarium, and scandium; a«l 
IV. -.^^cally polishing 

polishing pad. 
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